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(57)Abstract: 

PURPOSE: To improve mechanical strength, by a 
method wherein a composition of thermoplastic resin 
and a liquid crystalline polymer, in which the 
crystalline polymer is dispersed into a matrix phase of 
the thermoplastic resin in a specific state is used for 
injection molding and the state is specified at the time 
of the injection molding. 

CONSTITUTION: An injection-molded product of a 
thermoplastic resin composition comprises 99-50wt.% 
thermoplastic resin which does not form an 
anisotropic molten phase and a 1-50wt.% liquid 
crystalline polymer which is formable of the 
anisotropic molten phase. The liquid crystalline 
polymer is dispersed into the matrix phase of the 
thermoplastic resin under a fibrous state of a mean 
aspect ratio of at least 6. When an injection-molded 
product is cooled by passing through melting under a 

temperature state of at least the melting point of the ^ 

liquid crystalline polymer under no-load, the liquid y^MJf-t- 
crystalline polymer is within the range of weight mean particle diameter of 10-40/i m and at 
least its 80wt.% is dispersed microscopically in an insular state into a matrix phase of the 
thermoplastic resin so that at least its 80wt.% is within the range of particle diameter of 0.5- 
60 /i m. Melt viscosity under a specific condition wherein the bending modulus of elasticity is 
at least 40000kg/cm2 is taken as the range within 400-2500 poises. 
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